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A pigment dispersion useful for forming coating compositions containing dispersed pigment, an aqueous carrier and a graft copolymer 
dispersant; wherein the graft copolymer has a weight average molecular weight of about 5,000-100,000 and has a polymeric backbone and 
macromonomer side chains attached to the backbone wherein 1) the polymeric backbone is hydrophobic in comparison to the side chains 
and contains polymerized ethylenically unsaturated, hydrophobic monomers and up to 20 % by weight, based on the weight of the graft 
copolymer, of polymerized ethylenically unsaturated acid containing monomers; and 2) the side chains are hydrophilic macromonomers 
attached to the backbone at a single terminal point and contain polymerized ethylenically unsaturated monomers and 2-100 % by weight, 
based on the weight of me graft copolymer, of polymerized ethylenically unsaturated acid containing monomers and have a weight average 
molecular weight of about 1,000-30,000 and wherein the acid groups of the graft copolymer are neutralized with an inorganic base or an 
amine. The graft copolymer and a process for making the graft copolymer also are disclosed. 
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TITLE 

AQUEOUS GRAFT COPOLYMER PIGMENT DISPERSANTS 

5 BACKGROUND OF THE INVENTION 

This invention is directed to pigment dispersions and in 
particular to pigment dispersions formulated with a graft copolymer having 
acid functionality. 

Water dispersible polymers are well known in the art and have 

10 been used to form waterbased coating compositions, pigment dispersions, 
adhesives and the like. Graft copolymers containing carboxyl groups and the 
preparation of these polymers is shown in Japanese Laid Open Patent 
Application (Kokai) No. 1-182304 dated July 20, 1989. This reference shows 
graft copolymers that have carboxyl groups based on acrylic and methacrylic 

15 acid in their side chains that have hydrophilic properties and teaches the use 
tertiary alcohol-based ester units of acrylic or methkcrylic acid to form a 
macromonomer which is used to form a graft copolymer and then is 
hydrolyzed to form carboxylic acid groups on the polymer. The process 
taught by the reference is An inefficient process which does not form pure 

2 0 ^Mt ddpbl^ef but results in a riiixture of graft copolymer and low 

mbiectiiar weight components that are detrimental to pigment dispersions 
formed from the graft copolymer arid finishes formed from such a 
composition. 

Typical problems with water based coating compositions are 
25 as follows: the pigment dispersion used to form the composition often is not 
completely compatible with the film forming binder constituents of the 
composition; the polymeric dispersant does not uniformly disperse the 
pigments and the pigments flocculate or agglomerate; or the dispersant does 
not enter into the curing reaction and remains in the film as an unwanted 

3 o component which later may leach out or cause deterioration of the resulting 

finis h. 

A polymeric dispersant is needed that will form an aqueous 
pigment dispersion that is stable and not flocculated or agglomerated, that is 
compatible with a variety of polymeric film forming binders conventionally 
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used in water based coating compositions and that will cure with the film to 
form a finish of automotive quality that does not deteriorate on weathering 
because of adverse properties caused by the presence of the polymeric 
dispersant. 

5 

SUMMARY OF THE INVENTION 
A pigment dispersion useful for forming coating compositions 
containing dispersed pigment, an aqueous carrier and a graft copolymer 
dispersant; 

1Q wherein the graft copolymer has a weight average molecular weight of about 
5,000-100,000 and comprises a polymeric backbone and macrpmonomer 
side chains attached to the backbone wherein 

(1) the polymeric backbone is hydrophobic in comparison to the 
side chains and contains polymerized ethylenically unsaturated 

15 hydrophobic monomers and up to 20% by weight, based on 

the weight of the graft copolymer, of polymerized ethylenically 
unsaturated acid containing monomers; and 

(2) the sidechains are hydrophilic macromonomers that are 
attached to the backbone at a single terminal point and 

20 , contain polymerized ethylenically unsaturated monomers and 

2-100% by weight, based on the weight of the macromonomer, 
of polymerized ethylenically unsaturated acid containing 
monomers and have a weight average molecular weight of 
about 1,000-30,000 and 

25 wherein the acid groups of the graft copolymer are neutralized 

with an inorganic base or an amine. 

The graft copolymer and the process for making the graft 
copolymer are also part of this invention. 

30 DETAILED DESCRIPTION OF THE INVENTION 

The novel pigment dispersion is stable and in general is non- 
flocculated or agglomerated and is compatible with a variety of polymeric 
film forming binders that are conventionally used in waterborne coating 
compositions and in particular is compatible with acrylic polymers that are 

35 widely used in waterborne coatings. The graft copolymer dispersant upon 
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curing of the coating, generally reacts with other film forming components of 
the coating composition and becomes part of the film and does not cause 
deterioration of the film upon weathering as may occur if it was an 
unreacted component of the film. Also, the freeze-thaw stability of the 
5 pigment dispersion is improved. Because the graft copolymer is an excellent 
pigment dispersant, the ratio of copolymer to pigment is less than is used 
with conventional dispersants particularly with metal oxide pigments such as 
iron oxide, titanium dioxide, zinc oxide and the like. The use of less 
dispersant reduces water sensitivity of the resulting finish. 
10 The; novel graft copolymer prepared by the process set forth 

herein is efficiently prepared and 100% graft copolymer is formed and not a 
mixture of graft copolymer and low molecular weight backbone polymer and 
cdpolymerized macrbmonomer segments as has generally been the case with 
prior art process used for making graft copolymers. 
15 The graft copolymer contains about 50-90% by weight of 

polymeric backbone and correspondingly about 10-50% by weight of 
sidechains. The graft copolymer has a weight average molecular weight of 
about 5,000-100,000 and preferably about 10,000-40,000. The side chains of 
the graft copolymer are f oriried from hydrbphihc macrom^ that have 

20 a weight average molecular weight of about 1,000-30,000 auid preferably 

2,000-5^000 and contain about 2-100% by weight arid preferably 20-50% by 
weight, based on the weight of the iiiacrombnomer, of polymerized 
ethylenically unsaturated acid mbnoriiers. These sidechains are hydrophilic 
and keep the dispersant arid pigments uniformly dispersed in the pigment 
25 dispersion arid in the resulting coating composition. 

The backbone of the graft copolymer is hydrophobic relative 
to the sidechains and may contain up to 20% by Weight , preferably 1-10% by 
weight, based on the weight of the graft copolymer, of polymerized 
ethylenically unsaturated acid monomers which are listed hereinafter. The 
30 backbone contains polymerized hydrophobic monomers such as alkyl 

methacrylates and acrylates, cycloaliphatic methacrylates and acrylates and 
aryl methacrylates arid acrylates as are listed hereinafter arid also riiay 
contain up to 30% by weight, based on the weight of the graft copolymer, of 
polymerized ethylenically unsaturated non-hydrophobic mbriomers which 
3 5 may contain functional groups. Examples of such monomers are hydroxy 
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ethyl acrylate, hydroxy ethyl methacrylate, t- butylamino ethyl methacrylate, 
diethyl amino ethyl acrylate, diethyl amino ethyl methacrylate, acrylamide, 
nitro phenol acrylate, nitro phenol methacrylate, phthalimido methyl 
acrylate, phthalimido methacrylate, acrylic acid, acrylpamidp propane 
5 sulfonic acid. 

The backbone of the graft copolymer has an affinity for the 
surface of the pigment used in the dispersion and anchors the copolymer to 
the pigment and keeps the pigment dispersed and prevents the graft 
copolymer from returning to the aqueous phase. Reactive groups on the 
10 backbone can react with the pigment and form a bond with the pigment. 

Molecular weights are determined by Gel Permeation 
Chromatography using polystyrene as a standard. 

The macromonomer contains a single terminal ethylenically 
unsaturated group which is polymerized into the backbone of the graft 
15 copolymer and primarily contains polymerized monomers of methacrylic 
acid, its esters, nitriles, amides or mixtures of these monomers. 

Typical alkyl methacrylates that can be used have 1-8 carbon 
atoms in the alkyl group and are for example methyl methacrylate, ethyl 
methacrylate, propyl methacrylate, isopropyl methacrylate, butyl 
2 o methacrylate, pentyl methacrylate, hexyl methacrylate, 2-ethyl hexyl 

mcfthaoylate and the like. Cycloaliphatic methacrylates also can be used 
such as tr^n<ethylcyclohexyl methacrylate, isobutylcy clohexyl methacrylate, 
ancl the like. Aryl methacrylates also can be used such as benzyl 
methacrylate. Other polymerizable monomers that can be used are styrene, 

2 5 alpha methyl stryrcme, methacrylamide and methacrylonitrile. The above 

monomers can also be used in the backbone of the graft copolymer. 

The macrpmonomer can contain 2-100% by weight, preferably 
about 20-50% by weight, based on the weight of the macrpmonomer, of 
polymerized ^ ethylenically unsaturated acid. Methacrylic acid is preferred 

3 o particularly if it is the sole constituent. Other acids that can be used are 

ethylenically unsaturated carboxylic acids such as acrylic acid, itaconic acid, 
maleic acid and the like. Ethylenically unsaturated sulfonic, sulfuric, 
phosphoric or phosphonic acid and esters thereof also can be used such as 
styrene sulfonic acid, acrylamido methyl propane sulfonic acid, vinyl 
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phosphonic acid and its esters and the like. The auove acids also can be used 
in the backbone of the graft copolymer. 

Up to 40% by weight, based oh the weight of the 
inacromonomer, of other polymerized ethylenically unsaturated monomers 
5 can be present in the macromoriomer. Primarily alkyl acrylates having 1-12 
carbons in the alkyl group can be used such as methyl acrylate, ethyl 
acrylate, propyl acrylate, isopropyl acrylate, butyl acrylate, pentyl acrylate, 
hexyl acrylate, 2-ethyl acrylate, nonyl acrylate, lauryl acrylate and the like 
can be used. Gycloaliphatic acrylates can be used such as trimethylcyclohexyl 
10 acrylate, t-butyl cyclbhexyl acrylate arid the like. Aryl acrylates such as 

benzyl acrylate also can be used. The above mdnbmers also can be used in 
the backbone of the graft copolymer. 

One preferred macromonomer contains about 50-80% by 
weight of polymerized methyl methacrylate and 20-50% by weight of 
15 polymerized methacrylic acid arid has a weight average molecular weight of 
about 2,000-5^000. 

To ensure that the resulting macromoriorner only has one 
terminal ethylenically unsaturated group which will polymerize with the 
backbone monomers to forin the graft copolymer, the macromonomer is 

2 0 polymerized by using a Catalytic chain transfer agent that contains a Co +2 

group; Le. a cobalt chain transfer agent: Typically, in the first step of the 
process for preparing the macromonomer, the monomers are blended with 
ah inert organic solvent which is water miscible of water dispersible and a 
cobalt chain transfer agent arid heated usually to the reflux temperature of 
25 the reaction mixture, in subsequent steps additional monomers and cobalt 
catalyst and conventional azo type polymerizatiori catalyst such as 2,2'- 
azobi^(2-methylbutarienitrile) arid 2,2'-azobis(2,4 '-dimethylperitarienitrile) 
2^^ia^is(2,4-dimeth^ 

polymerization is continued until a macromonomer is formed of the desired 
30 molecular weight 

Preferred cobalt chain transfer agents or catalysts are 
described in US Patent 4,680,352 to Jfariowicz et al and US Patent 4,722,984 
to Jaridwicz. Most preferred are pentacyanocobaltate (II), 
diaquabis(borondifluorodimethyl-glyoxiinato) cobaltate(II) and 

3 5 diaquabis(borondifluorophenylglyoximato) cobaltate (11). Typically these 
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chain transfer agents used at concentrations of about 5-1000 ppm based on 
the monomers used. 

After the macromonomer is formed as described above, 
optionally solvent is stripped off and the backbone monomers are added to 
5 the macromonomer along with additional solvent and polymerization 
catalyst- Any of the aforementioned azo type catalyst can be used as can 
other suitable catalyst such as peroxides and hydroperoxides. Typical of such 
catalyst are di-tertiarybutyl peroxide, di-cumylperoxide, tertiaryamyl 
peroxide, cumenehydroperoxide, di(n-propyl) peroxydicarbpnate, peresters 

10 such as amyl peroxyacetate and the like. Polymerization is continued usually 
at the reflux temperature of the reaction mixture until a graft copolymer is 
formed of the desired molecular weight. 

Typical solvents that can be used to form the macromonomer 
or the graft copolymer are ketones such as methyl ethyl ketone, isobutyl 

15 ketone, ethyl amyl ketone, acetone, alcohols such as methanol, ethanol, 
isopropanol, esters such as ethyl acetate, glycols such as ethylene glycol, 
propylene glycol, ethers such as tetrahydrofuran, ethylene glycol mono butyl 
ether and the like. 

After the graft copolymer is formed, it is neutralized with an 

2 0 amine or an inorganic base such as ammonium hydroxide or sodium 

hydroxide and then water is added to form a dispersion. Typical amines that 
can be used include amino methyl propanol, amino ethyl propanol, dimethyl 
ethanol amine, triethylamine and the like. One preferred amine is amino 
methyl propanol and the preferred inorganic base is ammonium hydroxide. 

2 5 Particularly useful graft copolymers include the following: 

a graft copolymer having a backbone of polymerized methyl 
acrylate and butyl acrylate and side chains of a macromonomer haying a 
weight average molecular weight of about 2,000-5,000 and containing about 
50-80% by weight, based on the weight of the macromonpmer, of 

3 0 polymerized methyl methacrylate and 20-50% by weight, based on the 

weight of the niacromonomer, of polymerized methacrylic acid. 

a graft copolymer having a backbone of polymerized methyl 
acrylate and butyl acrylate and acrylamido methyl propane sulfonic acid and 
side chains of the above macromonomer. 
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a graft copolymer having a backbone of polymerized methyl 
acrylate and butyl acrylate and acrylic acid and side chains of the above 
macromonomer. 

a graft copolymer having a backbone of polymerized ethyl 
5 acrylate and side chains of the above macromonomer. 

a graft copolymer having a backbone of polymerized ethyl 
acrylate and acrylic acid and side chains of the above macromonomer. 

a graft copolymer having a backbone of polymerized ethyl 
ablate, methyl acrylate and acrylic acid and side chains of the above 
10 macrbmbnomer. 

To form a pigment dispersion or a mill base, pigments are 
added to the aqueous graft copolymer dispersion and then the pigments are 
dispersed using conventional techniques such as high speed mixing, ball 
milling, sand grinding, attritor grinding or two or three roll milling. 
15 The resulting pigment dispersion has a pigment to dispersant binder weight 
ratio of about 0.1/100 to 1500/100. 

Any of the conventional pigments used in paints in particular 
waterbbrne paints can be used to form the pigment dispersion such as 
metallic oxides like titanium dioxide, iron oxides of varibiis colors, zinc 

2 6 bxide, carbon black, filler pigments such as talc, cWria diy, barges, 

carbonates, silicates and a wide variety of organic pigments such as 
qiiinacridories, phthalocyanines, perylenes, azo pigments, ihdanthrones, 
carbazoles such as carbbzble violet, isoindolinones, isoindolones, thioindigo 
feds, benzimidazolinbnes, metallic flakes such aluminum flake pearlescent 

25 flaked and the like. 

It may be desirable to add other optional ingredients to the 
pigment dispersion such as antioxidants, flow control agents, rhedlogy 
cbntfbl agents such as fumed silica, micrbgels UV stabilizers screeners, 
quenchers and absorbers. 

30 Pigment dispersions of this invention can be added to a variety 

of waterborne coating compositions such as primer, primer surf acers, 
topcoats which may be monocoats or basecoats 6f a dear coat base coat 
finish. These compositions preferably have an acrylic polymer as the film 
forming constituent and may contain crosslinking agents such as blocked 

3 5 isocyanate, alkylated melamines, epoxy resins and the like. Other film 
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forming polymers can also be used such as acrylourethanes, polyesters and 
polyester urethanes, polyethers and polyether urethanes that are compatible 
with the pigment dispersion. It is desirable to have the film forming polymer 
of the coating composition be similar to the polymer of the pigment 
dispersion so that on curing the polymer of the pigment dispersion will cure 
with the coating polymer and become part of the film or coating. 

The following examples illustrate the invention. All parts and 
percentages are on a weight basis unless otherwise indicated. Molecular 
weights are determined by Gel Permeation Chromatography using 
polystyrene as the standard and tetrahydrofuran as the carrier solvent. 



15 



20 



25 



30 



EXAMPLE 1 

A macromonomer was prepared by charging the following 
constituents into a 3 liter flask equipped with a thermometer, stirrer 
dropping funnels, reflux condenser and a means for maintaining a nitrogen 
blanket over the reactants: 



Portion 1 

Methyl methacrylate 
Methacrylic acid 
Mfethyl ethyl ketone 
Pprtipn 2 

Diaquabis(borondifluorpdiphenyl-glypximato) 
cpbalt(H), Cp(DPG-BF 2 ) 
2,2'-azobis(2-methylbutanenitrile) 
Methyl ethyl ketone 
Portion 3 

Methyl methacrylate monomer 
Methacrylic acid monomer 
Portion 4 
Co(DPG-BF 2 ) 

2,2'^obis(2«methylbutanenitrile) 
Methyl ethyl ketone 



Parts bv Weight 



9L50 
91.50 
180.50 

0.07 

0.50 
20.00 

251.80 
205.90 

0.07 
3.00 
45.00 
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Portion 5 

2,2'azobis(2,4-dimethylpentanenitrile) 130 

Cb(DPG-BF2) 0.03 

Methyl ethyl ketone 75.00 
5 Portions 

24'arobis(2,4-dimethylpentanenitrile) 1.50 

Go(DPG-BF2) 0.04 

Methyl ethyl ketone 75.00 

total 1042,90 



10 The composition was heated to its reflux temperature in about 

20 minutes. Portion 2 was added and the composition was held at its reflux 
temperature for 5 minutes. Portion 3 and 4 were added simultaneously while 
the reaction mixture was held at its reflux temperature. The addition of 
Portion 3 took 4 hours to complete and the addition of Portion 4 took 90 

15 minutes to complete. When the addition of Portion 4 was cbitipleted, the 
gradual addition of Portion 5 was begun and took about 75 imriutes while 
the fraction mixture was held at its reflux temperature. Portion 6 was added 
over a 75 minute peridd while maintaining the reaction mbrtiire at its reflux 
terbperature. Reflux was continued for an addition 15 ininiites and the , 

2b compbdtibn w^s cooled to room temperature. 

The resulting macromonomer solution had a solids content of 
about 53%, cbtiiaihfed 601% methyl methacrylate and 40% methacrylic acid 
arid had a weight average molecular weight of about 2,558 and a number 
avferage molecular weight of about 1,482. 

25 Sblveht v^as stripped off m a viacuum bveri to give 100% solids 

macromonomer which is used below to form the graft copolymer. 

The following constituents were charged into a two liter flask 
equipped as above to form a graft copolymer solution: 

P^rtS by Weight 

30 Portion 1 

Macromonomer (prepared above) 169 6 

Butyl acrylate monomer 12.9 
Methyl acrylate monomer 12.9 
Isopropanol 340.0 
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Portion 2 

2,2'-azobis(2-methylbutanenitrile) 6.0 

Isopropanol 60.0 
Portion 3 

5 Butyl acrylate monomer 202.5 

Methyl acrylate monomer 202.5 
Portion 4 

2,2Vazobis(2,4-dimethylpentanenitrile) 2.0 

Isopropanol 180.0 
10 Total 1184.4 



Portion 1 was heated to its reflux temperature over a period of 
about 20 minutes. Portion 2 was added and simultaneously Portions 3 and 4 
were gradually added over about a 3 hour period while maintaining the 
resulting reaction mixture at its reflux temperature. The reaction mixture 
15 was held at its reflux temperature for about an additional 2 hours and then 
cooled to room temperature. 

The resulting graft polymer solution had a solids content of 
about 49% by weight and had the following overall approximate composition 
36% butyl acrylate, 36% methyl acrylate, 17% methyl methacrylate and 11% 
20 methacrylic acid and had a weight average molecular weight of about 13,000 
and a number average molecular weight of about 4,000. 

A neutralized graft copolymer solution was prepared. About 
37.4 parts by weight of 2-amino-2-methyl- 1-propanol in 200.0 parts by weight 
of isopropanol was added to about 600 parts by weight of the above graft 
25 copolymer solution over about 20 minutes with stirring at room temperature 
and stirring was continues for about 30 minutes. 

A waterborne pigment dispersion was prepared by charging 
the following constituents into a 01 Attritor media mill: 

Parts bv Weight 

30 Neutralized graft copolymer solution 44.84 
(prepared above) 

Deionized water 314.44 
Quinacridone magenta pigment (Hostaperm 15.72 
Pink E 13-7000 from Hoechst Ceianese Corp) 
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Hi-density ceramic 1.6-2.5 mm grinding 850.00 
media (ER120A from Netsch) 

Total 1225.00 

The above constituents were ground for 20 hours at 500 rpm. 
5 A uniform, transparent, waterborne pigment dispersion was formed that was 
stable and deflocculated and had a pH of 7.9. 

Another neutralized graft copolymer solution was prepared. 
Abbtit 500 parts by weight of the above graft copolymer solution was added 
to 23 parts by weight of ammonium hydroxide over about 20 minutes with 
10 stirring at room temperature and stirring was continued for about 30 
minutes. 

A waterborne pigment dispersion was prepared by charging 
the following constituents into a 01 Attritor media mill: 

Parts hv.Weipht 

15 Neutralized graft copolymer solution 122.92 
(prepared above neutralized with ammonium hydroxide) 
Isopropanol 10.40 
Non-ionic surfactant (octyl phenol polyether alcohol) 6.40 
Deionized water 196.28 

2 0 Blue pigment (Palomar blue pigment EB-8592 64.00 
from Mobay) 

Hi-density cerariiic 1.6-2.5 mm grinding media 850.00 
(ER120A from Netsch) 

Tbtal 1250.00 

25 The above constituents were 

A uniform, waterborne pigment dispersion was formed that was stable and 
deflocculated and had a pH of 9.14. 

... EKAMPIM2 
The following constituents were charged into a one liter flask 
30 equipped as in Example 1 to form a graft copolymer solution: 

Parts fryWeight 

Portion! 

Macromonomer (prepared in Example 1) 60.0 
Butyl aciylate monomer 19.2 
35 Methyl acrylate monomer 19.2 
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Acrylic acid monomer 1.6 

Isopropanol 190.0 
Portion 2 

2,2 '-azobis(2-methylbutanenitrile) 1 .0 

5 Isopropanol 10,0 
Portion 3 

Acrylic acid monomer 143 

Butyl acrylate monomer 76.6 

Methyl acrylate monomer 76.6 

10 Maeromonomer (prepared in Example 1) 325 

Isopropanol 35.0 
Portion 4 

2,2'-azpbis(2,4-dimethylpentanenitrile) 2.5 

Isopropanol 50.0 
15 Portion g 

2,2'-azobis(2,4-dimethylpentanenitrile) 1.0 

Isopropanol 10.0 

Total 599.5 



Portion 1 was heated to its reflux temperature over a period of 
2 0 about 20 minutes. Portion 2 was added and simultaneously Portions 3 and 4 
were gradually added over about a 3 hour period while maintaining the 
resulting reaction mixture at its reflux temperature. The reaction mixture 
was held at its reflux temperature for about an additional 2 hours. Portion 5 
was added and the reaction mixture was held at its reflux temperature for an 

2 5 addition 2 hours and then cooled to room temperature. 

The resulting graft polymer solution had a solids content of 
about 48% by weight and the graft copolymer had the following overall 
approximate composition 32% butyl acrylate, 32% methyl acrylate, 12% 
methaciylic acid, 18% methyl methaciylate and 5% acrylic acid and had a 

3 o weight average molecular weight of about 15,000 and a number average 

molecular weight of about 4,000. 

A neutralized graft copolymer solution was prepared. About 
39 parts by weight of 2-amino-2-methyl-l-propanol was added to about 380 
parts by weight of the above graft copolymer solution over about 20 minutes 
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with stirring at room temperature and stirring was continues for about 30 
minutes. 

A waterborne pigment dispersion was prepared by charging 
the following constituents into a 01 Attritor media mill: 
5 Pan? by weight 

Neutralized graft copolymer solution 7.98 
(prepared above) 

Deionized water 307.02 
Transparent iron oxide pigment 35.00 
1 0 (trans-oxidb red 30-1005 from Hilton Davis) 

Hi-density ceramic 1.6-2.5 mm grinding 850.00 
media (ER120A from Netsch) 

Total 1200.00 
The above constituents were ground for 22 hours at 500 rpm. 
15 A uniform, transparent, waterborne pigment dispersibn wis formed that was 
stable and deffocculated and had a pH of 8.5. 

EXAMPL E 3 

„•';, The following constituents were charged into a one liter flask 
equipped as m 



20 Parts fry Weight 

Portion 1 

Macromonomer (prepared in Example 1) 92.5 

Butyl acrylate monomer 9.6 

Methyl acrylate monomer 9,6 

25 Isopropanol 190.0 

2-aciylamido-2-methyl-l-propane sulfonic acid 32 

Deionized water 3.0 
Portion 2 

2,2'-a^obis(2,4-dimethylpentanenitrile) 12 

30 Isopropanol 10.0 
Portion 3 

Butyl acrylate monomer 86.2 

Methyl acrylate monomer 86.2 
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Poflipn 4 

2,2'-azobis(2,4-dimethylpentanenitrile) 3.0 

Isopropanol 30.0 
Portion g 

5 2-aciylamido-2-methyI-l-propanesulfonic acid 12.7 

Deionized water 12.0 
Portion 6 

2,2'-azobis(2,4-dimethylpentanenitrile) 1,0 

Isopropanol 10.0 
10 Total 560.2 



Portion 1 was heated to its reflux temperature over a period of 
about 20 minutes. Portion 2 was added and simultaneously Portions 3, 4 and 
5 were gradually added over about a 3 hour period while maintaining the 
resulting reaction mixture at its reflux temperature. The reaction mixture 
15 was held at its reflux temperature for about an additional 2 hours. Portion 6 
was added and the reaction mixture was held at its reflux temperature for an 
addition 2 hours and then cooled to room temperature. 

The resulting graft polymer solution had a solids content of 
about 53% by weight and the graft copolymer had the following overall 

2 0 approximate composition 32% butyl acrylate, 32% methyl acrylate, 12% 

methacrylic acid, 18% methyl methacrylate and 5% 2-acrylamido-2-methyI- 
1 -propane sulfonic acid and had a weight average molecular weight of about 
14,000 and a number average molecular weight of about 4*600. 

A neutralized graft copolymer solution was prepared. About 
25 40 parts by weight of 2-amino-2-methyl- 1-propanol was added to about 485 
parts by weight of the above graft copolymer solution over about 20 minutes 
with stirring at room temperature and stirring was continues for about 30 
minutes. 

A waterborne black pigment dispersion was prepared by 

3 0 charging the following constituents into a 01 Attritor media mill: 

Parts bv Weight 

Neutralized graft copolymer solution 46.66 
(prepared above) 

Deionized water 257.84 
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Carbon black pigment 45.50 
(Raven 1170 powder from Columbian) 

Hi-density ceramic 1.6-2.5 mm grinding 850.00 
media (ER120A from Netsch) 
5 Total 1200.00 

The above constituents were ground for 20 hours at 500 rpm. 
A uniform, waterborne pigment dispersion was formed that was stable and 
deflocculated and had a pH of 8.2. 

A waterborne blue pigment dispersion was prepared by 
10 charging the following constituents into a 01 Attritor media mill: 

Parts bv Weight 

Neutralized graft copolymer solution 53.16 
(prepared above) 

Deionized water 261.84 
15 Blue pigment (Palbmar blue pigment EB-8592 35.00 
from Mdbay) 

Hi-density ceramic 1.6-2.5 mm grinding 850.00 
media (ER120A from Netsch) 

Total 1200,00 

20 The above constituents were ground for 24 hours at 500 rpm. 

A uinf ofm, Waterborne pigment dispersion was formed that was stable and 
deflocculated and had a pH of 83. 

A waterborne blue pigment II dispersion was prepared by 
charging the following constituents into a 01 Attritor media mill: 

55 : P^rfe by Weight 

Neutralized graft copolymer solution 53.16 
(prepared above) 

Deionized water 261.84 

Blue pigment ^ pigment 35.00 
30 frbmCodkson) 

Hi-density ceramic 1.6-2.5 mm grinding 850.00 
media (ER120A from Netsch) 

Total 1200.00 
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The above constituents were ground for 24 hours at 500 rpm. 
A uniform, waterborne pigment dispersion was formed that was stable and 
deflocculated and had a pH of 8.4. 

EXAMPLE 4 

5 The following constituents were charged into a one liter flask 

equipped as in Example 1 to form a graft copolymer solution: 



Parts bv Weight 

Portion 1 

Macromonomer (prepared in Example 1) 84.8 

10 Ethyl acrylate monomer 12.9 

Isopropanol 170.0 
Pprtipn 2 

2,2'-azobis(2-methylbutanenitrile) 3.0 

Isopropanol 30.0 
15 Pprtjon3 

Ethyl acrylate monomer 202.5 
Portion 4 

2,2'-azobis(2Adimethylpentanenitrile) 1.0 

Isopropanol 90.0 
20 Total 594.2 



Portion 1 was heated to its reflux temperature over a period of 
about 20 minutes. Portion 2 was added and simultaneously Portions 3 and 4 
were gradually added over about a 3 hour period while maintaining the 
resulting reaction mixture at its reflux temperature. The reaction mixture 

2 5 was held at its reflux temperature for about an additional 2 hours and then 

cooled to room temperature. 

The resulting graft polymer solution had a solids content of 
about 51% by weight and the graft copolymer had the following overall 
approximate composition 72% ethyl acrylate, 11% methacrylic acid, and 

3 0 17% methyl methacrylate and had a weight average molecular weight of 

about 12,000 and a number average molecular weight of about 4,900. 

A neutralized graft copolymer solution was prepared. About 
18.4 parts by weight of 2-amino-2-methyl-l-propanol in 100,0 parts by weight 
of isopropanol was added to about 300 parts by weight of the above graft 
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copolymer solution over about 20 minutes with stirring at room temperature 
and stirring was continues for about 30 minutes. 

A waterborne magenta pigment dispersion was prepared by 
charging the following constituents into a 01 Attritor media mill: 

Parts bv Weight 

Neutralized graft copolymer solution 47.81 
(prepared above) 

Deionized water 302.19 
Ouiriacridbrie magenta pigment 17.50 

(Hostaperm Pink E Trans 01 13-7014 from 

Hoechst Celanese) 
Hi-density ceramic 1.6-2.5 mm grinding 850.00 

media (ERi20A from Netsch) 

total 12173b 
the above constituents were ground for 20 hours at 500 rpm. 
A xxniform, transparent, waterborne pigment dispersion was formed that was 
stable and deflocculated and had a pH of 85. 

EXAMPLE 5 

the following constituents were charged into a one liter flask 



equipped as in Example 1 to form a graft topolymer solutibri: 




P*n$bY Weight 


Portion 1 




Macfomonomer (prepared in Example 1) 


85.0 


Ethyl aciylate monomer 


84.0 


Acrylic acid monomer 


6.0 


Deionized water 


40.0 


Isoprdpanol 


90.0 


Portions 




t-butyl perxoy pivalate (75% solids in 


2.0 


mineral spirits) 




Isopropanol 


20.0 


Pprtipn3 




Acrylic acid monomer 


24.0 


Ethyl aciylate monomer 


366.0 


Isopropanol 


60.0 
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Portion 4 

T-butyl perxoy pivalate (75% solids in 4.0 
mineral spirits) 

Isopropanol 180.0 

5 Total 961.0 



Portion 1 was heated to its reflux temperature over a period of 
about 20 minutes. Portion 2 was added and simultaneously Portions 3 and 4 
were gradually added over about a 3 hour period while maintaining the 
resulting reaction mixture at its reflux temperature. The reaction mixture 

10 was held at its reflux temperature for about an additional hour and then 
cooled to room temperature. 

The resulting graft polymer solution had a solids content of 
about 56% by weight and the graft copolymer had the following overall 
approximate composition 80% ethyl acrylate, 6% methaciylic acid, 9% 

15 methyl methacrylate and 5% acrylic acid and had a weight average 

molecular weight of about 24,000 and a number average molecular weight of 
about 5300. 

A neutralized graft copolymer solution was prepared. About 
15.2 parts by weight of 2-aminoT2-methyl-l~pf opanol in 100.0 parts by weight 
2 0 of isopropanol was added to about 200 parts by weight of the above graft 

copolymer solution over about 20 minutes with stirring at room temperature 
and stirring was continues for about 30 minutes. 

A waterborne transparent iron oxide pigment dispersion was 
prepared by charging the following constituents into a 01 Attritor media 
25 mill: 

Parts by Weight 

Neutralized graft copolymer solution 63.60 
(prepared above) 

Deionized water . . 240.90 

30 Transparent iron oxide pigment 4530 
(Sicotrans Red L 2817 from BASF) 

Hi-density ceramic 1.6-2.5 mm grinding 850.00 
media (ER120A from Netsch) 

Total 1200.00 
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The above constituents were ground for 20 hours at 500 rpm. 
A uniform, transparent, waterborne pigment dispersion was fornied that was 
stable and deflocculated and had a pH of 8.2. 

EXAMPLE 6 

5 The following constituents were charged into a five liter flask 

equipped as in Example 1 to form a graft copolymer solution: 

Parts hv Weight 



Portion 1 

Macromonomer (prepared in Example 1) 255.0 

io Ethyl acrylate monomer 126.0 

Methyl acrylate monomer 126.0 

Acrylic acid monomer 18.0 

Isopropanol 1450.0 
PprtiOn 2 

15 2,2'-azobis(2,4 / dimethylpentanenitrile) 4.5 

Isopropanol 60.0 
Pprtipn? 

Acrylic acid monomer 72;0 

Butyl acrylate monbmer 549.0 

20 Methyl acrylate monomer 549.0 
Portion 4 

2^2'-azobis(2,4-dimethylpentanenitrile) 15.0 

^ Isbpf c^andl 150.0 
PprtiOpg 

25 2^^azobis(2,4-dimethylpentaiienitrile) 1.0 

Isopropanol 10.0 

Total 3385.5 



Portion 1 was heated to its reflux temperature over a period of 
about 20 minutes. Portion 2 was added and simultaneously Portions 3 and 4 

30 were gradually added over about a 3 hour period while maintaining the 
resulting reaction mixture at its reflux temperature. The reaction mixture 
was held at its reflux temperature for about an additional 2 hours and 
Portion 5 was added over a 5 minute period and reflux was continue for 
about 15 minutes then the resulting polymer solution was cooled to room 

35 temperature. 
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The resulting graft polymer solution had a solids content of 
about 50% by weight and the graft copolymer had the following overall 
approximate composition 40% butyl acrylate, 40% methyl acrylate, 6% 
methacrylic acid, 9% methyl methacrylate and 5% acrylic acid and had a 
5 weight average molecular weight of about 10,000 and a number average 
molecular weight of about 3,200. 

A neutralized graft copolymer solution was prepared. About 
130.0 parts by weight of 2-amino-2-methyl-l-propanpl was added to about 
2000 parts by weight of the above graft copolymer solution over about 20 
10 minutes with stirring at room temperature and stirring was continues for 
about 30 minutes. 

A waterborne white pigment dispersion was prepared by 
charging the following constituents into a 1-S Attritpr media mill: 

Parts fry Weight 

15 Neutralized graft copolymer solution 712.80 
(prepared above) 

Deionized water 1813.20 
Titanium dioxide pigment 3462.00 
2-anuno-2-methyl- 1-propanol 6.00 
20 Hi-density ceramic 1.6-2.5 mm grinding 5600.00 
media (ER120A from Netsch) 

Total 11594.00 
The above constituents were ground for 3 hours at 500 rpm. A 
uniform, opaque, waterborne pigment dispersion was formed that was stable 
25 and loosely flocculated and had a pH of 8.6. 

EXAMPLE 7 

A white paint was prepared with the white pigment dispersion 
of Example 6 and was tinted with the black pigment dispersion of Example 
30 2. The following constituents were blended together to form the white paint: 

Parts by Weight 

Latex 1 (core shell microgel acrylic latex having a low 330.00 
acid functionality) 

Latex 2 (core shell microgel acrylic latex having a high 330.00 
3i5 acid functionality) 
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Deionized water 70.00 

Ethylene glycol monobutyl ether 100.00 

Crosslinkiiig agent (monomeric hexa methyoxy methyl 54.00 

melamine formaldehyde) 

5 Deionized Water 140.00 

White pigment dispersion (prepared in 280.00 

Example 6) 

UV Screeher (Tinuvin" 1 139 in water ethylene glycol 6.00 
mbnbfrutyl ether and anionic surfactant) 

10 Abiysol ASE-60 Thickener (aqueous dispersion of 164.09 
3.35% by weight of crosslinked acrylic emulsion polymer) 



Demiiieralized water 97.50 

Aciylsol ASE-60 Thickener 188.49 

2-methyl-2-amino-l-propinol 3.50 

15 total 1763.48 



The resulting basecoat had a pH of 7.4 and a Brookfield 
viscosity at 5rpm using a #3 spindle of 2100 cps and 9.46% pigment 
(titanium dioxide). 

The following amount of black waterborae dispersion of 
20 Example 2 was added to the white basecoat and evaluated for tinting 
strerigth. 

Parts bv Weight 

White basecoat (prepared above) 99.27 
Black pigment dispersion (prepared in Ek2) 0.73 
25 Total 100.66 

The resulting composition had a tint strength of black/white 
of 1/100 and had an L Flat of 60.71 which is comparable or better than 
conventional commercial black pigment dispersions that are used to form 
cbatings. 
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CLAIMS 

1. A pigment dispersion comprising dispersed pigment, an 
aqueous carrier and a graft copolymer dispersant; 

5 wherein the graft copolymer comprises a polymeric backbone and 

macromonomer side chains attached to the backbone and has a weight 
average molecular weight of about 5,000-100,000 and wherein 

(1) tiie polymeric backbone is hydrophobic in comparison to the 
side chains and consists essentially of polymerized 

l o ethylenically unsaturated hydrophobic monomers and up to 

20% by weight, based on the weight of the graft copolymer, of 
polymerized ethylenically unsaturated acid containing 
monomers; and 

(2) the sidechains are hydrophyilic macromonomers attached to 
15 the backbone at a single terminal point and consists essentially 

of polymerized ethylenically unsaturated monomers and 2- 
100% by weight, based on the weight of the macromonomer, 
of polymerized ethylenically unsaturated acid containing 
monomers and have a weight average molecular weight of 
20 about 1,000-30,000 and 

wherein the acid groups of the graft copolymer are neutralized with 

an inorganic base or an amine. 

2. The pigment dispersion of claim 1 in which the graft 
25 copolymer comprises about 10-50% by weight of macromonomer and 

correspondingly about 90-50% by weight polymeric backbone. 

3. The pigment dispersion of claim 2 in which the 
macromonomer is formed by polymerizing the monomers in the presence of 

3 0 a catalytic chain transfer agent containing Co + 2 # 

4. The pigment dispersion of claim 3 in which the 
macromonomer consists essentially of polymerized alkyl methacrylate 
monomers or any mixtures thereof each having 1-8 carbon atoms in the alkyl 

3 5 groups and 20-50% by weight, based on the weight of the macromonomer of 
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polymerized ethylenically unsaturated carbbxylic acid and has a weight 
average molecular weight of about 2,000-5,000. 

5. The pigment dispersion of claim 4 in which the 

5 macromonomer consists of 50-80% by weight of polymerized methyl 
methacrylate arid 20-50% by weight of polymerized methacrylic acid. 

6. The pigment dispersion of claim 3 in which the 
macromonomer consist essentially of polymerized silkyl methacrylate, having 

10 1-8 carbon atoms in the alkyl groups and polymerized ethylenically 

unsaturated sulfonic acid and has a weight average molecular weight of 
about 2,000-5,000. 

7. The pigment dispersion of claim 3 in which the backbone of 
15 the graft copolymer consist essentially of polymerized monomers of alkyl 

methaciyiate, an alkyl acrylate or mixtures thereof where the alkyl groups 
have 1-8 carbon atoms and 1-10% by weight, based on the weight of the graft 
copolymer of polymerized ethylenically unsaturated carboxylic acid or 
ethylenically unsaturated sulfonic acid. 

2 o 8. The pigment dispersion of claim 3 in which the backbone of 

the graft copolymer consist essentially of polyriiferized monomers of alkyl 
methacrylate, an alkyl acrylate or mixtures thereof where the alkyl groups 
have T-8 carbon atoms and 1-10% by weight, based on the weight of the graft 
copolymer of polymerized methiacrylic acid or acrylic acid. 

25 

9. The pigment dispersion of claim 4 in which the 
macromonomer consists of 50-80% by weight of polymerized methyl 
methaciyiate and 20-50% by weight of polymerized methacrylic acid and has 
a weight average molecular weight of about 2,000-5,000 and the backbone of 

30 the graft copolymer consists of polymerized methyl acrylate and butyl 

acrylate arid the graft copolymer is neutralized with amino methyl propanol. 

10. The pigment dispersion of claim 4 in which the 
macromonomer consists of 50-80% by weight of polymerized methyl 

3 5 methacrylate and 20-50% by weight of polymerized methacrylic acid and has 
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a weight average molecular weight of about 2,000-5,000 and the backbone of 
the graft copolymer consists of polymerized methyl aery late and butyl, 
acrylate and acrylamido methyl propane sulfonic acid and the graft 
copolymer is neutralized with amino methyl propanol. 

5 

11. A graft copolymer comprising a polymeric backbone and 
macromonomer side chains attached to the backbone and has a weight 
average molecular weight of about 5,000-100,000 and wherein 

(1) the polymeric backbone is hydrophobic in comparison to the 
10 side chains and consists essentially of polymerized 

ethylenically unsaturated hydrophobic monomers and up to 
20% by weight, based on the weight of the graft copolymer, of 
polymerized ethylenically unsaturated acid containing 
monomers; and 

15 (2) the sidechains are hydrophyilic macrompnpmers attached to 

the backbone at a single terminal point and consists essentially 
of polymerize ethylenically unsaturated monomers and 2- 
100% by weight, based on the weight of the macromonomer, 
of polymerized ethylenically unsaturated acid and are 

2 0 polymerized by using a catalytic chain transfer agent 

containing Co + 2 and the macromonpmers have a weight 
average molecular weight of about 1,000-30,000 

12. The graft copolymer of claim 11 which comprises about 10- 
25 50% by weight of macromonomer and correspondingly about 90-50% by 

weight polymeric backbone. 

13. The graft copolymer of claim 12 in which the 
macromonomer consists essentially of polymerized alkyl methacrylate 

3 0 monomers or any mixtures thereof each having 1-8 carbon atoms in the alkyl 

groups and 20-50% by weight, based on the weight of the macromonomer, of 
polymerized ethylenically unsaturated carboxylic acid and has a weight 
average molecular weight of about 2,000-5,000. 
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14. The graft copolymer of claim 13 in which the 
macromdriomer consists of 50-80% by weight of polymerized methyl 
methacrylate and 20-50% by weight of polymerized methacrylic acid. 

15. The graft copolymer of claim 12 in which the 
macromoridmer consist essentially of polymerized alkyl methacrylate, having 
1-8 carbon atoms in the alkyl group and polymerized ethylenically 
unsaturated sulfonic acid and has an weight average molecular weight of 
abbut 2,000-5,000. 

16. The graft copolymer of claim 12 in which the backbone of 
the graft copolymer consist essentially of polymerized monomers of alkyl 
methacrylate, an alkyl aciylate or mixtures thereof where the alkyl groups 
have 1-8 carbon atoms and 1-10% by weight, based on the weight of the graft 
copolymer of methacrylic acid or acrylic acid. 

17. The graft copolymer claim 12 in which the backbone of the 
graft copolymer consist essentially of polymerized monomers of alkyl 
methacrylate, an alkyl acrylate or mixtures thereof where the alkyl groups 
have 1-8 carbon atoms and 1-10% by weight, based on the height of the graft 
copolymer of ethylenically unsaturated sulfonic acid. 

18. The graft copolymer of claim 12 in which the 
maerdmondmer consists of 50-80% by weight of polymerized methyl 
methacrylate and 20-50% by weight of polymerized methacrylic acid arid has 
a Weight average molecular weight of about 2,000-5,000 and the backbone of 
the graft copolymer consists of polymerized methyl acrylate and butyl 
acrylate. ' 

19. The graft copolymer of claim 12 in which the 
macromdndmer consists of 50-80% by weight of polymerized methyl 
methacrylate and 20-50% by weight of polymerized methacrylic add and has 
a weight average molecular weight of about 2,000-5,000 and the backbone of 
the graft copolymer consists of polymerized methyl acrylate and butyl 
acrylate and acrylamido methyl propane sulfonic acid. 
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